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roaster. The latter, which is built by the Allis Chalmer Co., is illus-
trated in Fig. 171. It is a vertical iron cylinder lined with brick;
in it are five or six horizontal hearths constructed of brick. Through
the center of the furnace and extending from top to bottom is a

hollow water-cooled shaft, to which are directly connected hollow
water-cooled horizontal arms, to which are attached removable and
adjustable rabbles.

The ore or matte, preferably reduced to three eighths of an inch or
finer, is automatically fed into the uppermost hearth and by the
action of the rabbles it is carried towards the center, where it drops
through an annular opening onto the next hearth.
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